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A method and apparatus for producing, in a reactor, 
a suitable prereduced product for final reduction from ma- 
terial containing metal oxide. The material is preheated in a 
flutdized bed by means of hot gases from a subsequent 
prereduction stage. The hot material is smelted and prere- 
duced in a flame chamber utilizing hot reducing gases from 
a subsequent final reduction stage. The prereduced material 
is completely reduced in the Final reduction stage. 
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Method and apparatus for reduction of material 
metal oxide* 



containing 



The present invention relates to a method for 
prereducing material containing metal oxide, such 
ore or ore concentrate, in order to produce a 
product suitable for final reduction. The inventioji 
larly relates to a process in which the material 
metal oxide is supplied to a flame chamber 
a final reducing stage and is, at least partially 
and prereduced therein. The material in the flair 
is brought into a rotational movement, after wh 
conducted downwards to the final reducing stage. 



prehi mating 



dispc sed 
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as dressed 
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appai -atus 



to 



The present invention also relates to an 
preheating and prereducing material containing met 
such as dressed ore or ore concentrate, in order 
a product suitable for final reduction. The 
particularly relates to an apparatus comprising 
chamber whose discharge end for smelted and 
material, located in the lower part of the flame 
is connected with a final reduction stage. The 
is provided with inlet gates for feeding of 
material containing metal oxide into the flame 
and means for bringing the material containing me 
into a rotational movement inside the flame chamber 



for' 
al oxide, 
produce 
invention 
a flame 
prereduced 
chamber, 
apparatus 
preheated 
chamber , 
al oxide 



Prior methods for direct reduction into molten metal of 
materials containing metal oxide have been propose id, e.g 
methods where the metal oxide is reduced in direct contact 
with molten metal in a smelt bath by carbonaceous material 
dissolved in the smelt. The metal oxide is feci to the 
smelt bath together with carbon or oil. The reaction 

C + MeO = Me + CO 
in the smelt is endothermal and requires additional heat. 
The heat may be generated, e.g., by combustion b(f the CO 
gas which is produced in the reduction process:, 
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It is however difficult, to a sufficient extent, to transfer 
the heat released by the combustion of the CO gas to the 
smelt. Various methods have been suggested for easier 
transfer of the heat to the smelt and the metal oxide. It 
has been suggested to carry out the reduction in a rotating 
reactor whereby the heat generated by the combustion is 
transferred to the smelt via the furnace lining. This 
method would demand a great deal of the furnace lining. 



It has also been suggested to supply the heat required 
, for the reduction process by electric energy - According 
to this method, the heat produced by the combustion of 
the gases formed in the reduction process is utilized for 
1^ generating electric energy, which will completely or 
partially be utilized for heating the smelt . Even if the 
entire heat content of the exhaust gases were utilized, 
the electric energy produced from the exhaust gases would 
not be sufficient to both meet the energy requirement of 
2<j> the reduction process and to cover the heat losses. Addi- 
tional energy would be demanded. Additional fuels may be 
used for preheating and/or prereducing material containing 
metal oxide or for generating electric energy in order to 
meet the heat requirement of the reactor. 
.2$ _ • 

It is also prior art, e.g., disclosed in the Swedish patent 
SE 419 129 , completely or partially to reduce finely-divided 
material containing iron oxides in a circulating fluid bed 
reactor consisting an upper and a lower reaction chamber 
3<j> which are connected with each other. Iron ore concentrate 
is fed into the lower reaction chamber* Carbonaceous 
material is introduced into the upper chamber and yields 
the reducing gas required for the reduction on one hand, 
and on the other hand, meets the heat requirement in the 
3^ reactor through partial combustion. Combustion air is fed 
into the upper reaction chamber. Exhaust gases which are 
withdrawn from the reactor and cleaned, are recirculated 
to the lower reaction chamber and utilized for f luidization 
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tempera- :ure 



in -the reactor and as reducing agent* The 
place in the circulating fluid bed at a 
than the melting point of iron. According to an 
the patent, pulverulent coal was supplied at 
700 kg/ ton Fe. 



reduc- :ion 



ax 



« FeO is 
Appear in 
described 



The kinetics for the reduction reaction Fe 2 O a = 
unfavourable at the low temperatures which 
reactors with fluidized beds, e.g., of the type 
above. At 800° C, reaction times of several minutes, possibly 
tens of minutes are obtained, depending on the grain size 
and the desired degree of reduction. A rise in temperature 
that would effect an acceptable reaction speed 
the question in a circulating fluid bed reactor, because 
the sintering tendency of the particles would increase at 
the same time. 



takes 
lower 
ample in 
rate of 



reactc >r 



Prereduction of metal oxide at 800° C in a 
fluidized bed calls for a certain reduction 
the reducing gas. In a state of equilibrium, 
to the fact that the gas will, even when discharged 
a considerable amount of reducing components 
and H 2 . Through recirculation of the gas, comb 
separation of, among other things, C0 2 and H 2 0, the 
components can be better utilized. Through 
part of the carbonaceous reducing agent in the f 
a sufficient reducing potential could be upheld but 
other simultaneous steps, this would impair 
efficiency of the process. 

It is also prior art, disclosed in the Swedish 
395 017, to prereduce metal oxide-containing 
a shaft in a molten condition, i.e., at higher 
than described above. In the upper portion of 
where oxidizing atmospheric conditions prevail, 
generated through the combustion of solid, fluid 
fuels. The material containing metal oxides is 
fall downward in the shaft to be heated and 
contact with the hot gases that have been produ 
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material is partially prereduced by the combustion gases. 
The reduction is, however, essentially carried out in the 
lower portion of the shaft with a carbonaceous reducing 
agent, which is introduced into the upper portion of the 
shaft and is cokif ied there, after which it falls down to 
the lower portion of the shaft and causes there a reducing 
atmosphere. Part of the carbonaceous reducing material 
fed into the upper portion of the shaft is also utilized 
to produce heat. The shaft must, in other words, be provided 
1<|> with energy for both heating, melting and reducing of the 
material containing metal oxides. The exhaust gases will 
conseqeuntly contain a great amount of energy. The problem 
with this process is how to optimise the use of this energy. 

1^ As, in addition to this, both drops of molten metal oxides 
and solid particles of the reducing agent, metal .oxides 
and possibly other auxiliary substances used in the process 
are entrained by the gases moving upwards in the shaft, 
the cleaning of the exhaust gases will present great 
2f> problems. The metal oxide particles can be separated from 
the exhaust gases, preferably when the gases have been 
cooled down to a temperature at which all molten particles 
have solidified and can no longer block the particle 
separator and gas cleaner, preferably to temperatures 
2^ under 1000° C. After the cooling and separation, the parti- 
cles can be returned to the process, but must now be heated 
again, which causes a fall in the energy efficiency. The 
cooling of the gases down to under 1000° C, possibly in 
connection with heat recovery, also presents practical 
3f difficulties. 

It is an ob j ect of the present invention to provide an 
improvement on the prereduction processes described above. 



It is also an object of the present invention to provide 
a method whereby the energy content of the gases formed 
in the subprocesses is utilized for the total process in 
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order to minimize "the demand for energy for -the 
of -the molten metallic product. 



production 



Thus, it is the object of the invention to provide 
with better energy economy and better kinetic* i 
reduction . 



It is also an object of the invention to provide 
by means of which the solid and molten partic L 
are discharged from the prereduction stage in 
chamber together with the exhaust gases can be 
and returned to the prereduction stage in a simp! 
whereby thus smaller amounts and, at the same time 
exhaust gases are produced. 



a method 
es which 
the flame 
separated 
e manner, 
cleaner 



According to the present invention, the problems 
in the reduction processes described above are 
in an surprisingly simple manner by feeding the 
containing metal oxide into a reactor provide^ 
fluidized bed and connected to the flame 
heating it therein prior to feeding it into 
chamber. Hot gases from the flame chamber are 
the lower portion of the reactor as fluidizing 
hot gases preheat the material in the reactor at 
time. The material containing metal oxide is 
the fluidized bed after which it is separated 
exhaust gases emerging from the reactor, and 
returned to the reactor or fed into the flame 
Thereafter the introduced, preheated material 
metal oxide is melted and/or prereduced in the f lam^ 
by using the hot reducing gases from the final 
stage . 



Preheating and prereduction of the metal oxide 
material can, according to the present invention, 
out in an apparatus comprising a reactor with a 
bed, which is connected to the upper portion of 
chamber, for preheating of the material 
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oxide prior to it being fed into the flame chamber. The 
reactor is provided with an inlet for hot exhaust gases 
from the flame chamber at its lower portion and, at its 
upper portion, it is connected with a particle separator 
for separating preheated material containing metal oxide 
from the gases emerging from the reactor. The particle 
separator is connected to the lower portion of the reactor 
through a return duct and through an inlet duct to the 
flame chamber .The flame chamber Is preferably at its lower 
lp portion connected to an inlet for hot reducing gases from 
the final reduction chamber. 

The preheated material containing metal oxide can, 
according to the invention, be melted in the flame chamber 
lp directly by means of the heat content of the hot upward- 
going gases from the final reduction stage, whereby the 
material containing metal oxide is preferably fed into 
the lower portion of the flame chamber. The material 
containing metal oxide is fed in the way that the best 
2j0 possible contact is achieved between the material and the 
upward-moving gases, whereby both melting and prereduction 
of the material can take place in the lower portion of the 
flame chamber. The upward-moving gases take the molten and 
preheated material higher up in the flame chamber,, where 
2|5 the material is brought into a rotating movement and slung 
against the walls of the flame chamber. In molten condition, 
the prereduced material then flows downward to the final 
reduction stage. 

30 The preheated material may also be melted using the heat 
from the combustion of part of or the entire amount of the 
reducing gases in the flame chamber itself. Precombustion 
can take place in the upper or lower portion of the flame 
chamber, depending on the feeding point of the combustion- 
promoting medium. Air, oxygen-enriched air, or the like, 
may be used for the combustion • 
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The gases produced at: the final reduction stage 
bly fed upward through the opening in the 
flame chamber by which molten material 
oxide flows down to the final reduction stage 
cases, the gases can however be introduced via 
situated at the sides or the upper portion of 
chamber. A good contact between the gases and the 
material containing metal oxide must be provided 
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Loji 



The reducing gases from the final reducti 
completely or partially burned in the flame 
utilized for both melting and reduction of the 
ore concentrate without it having a harmful 
prereduction process in the flame chamber, this 
from the fact that the combustion and prereduc 
place in different zones of the flame chamber 
to the maximum utilization of the reduction 
the gases and to the minimum reduction potentia 1 
outgoing gases* 
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Depending on the proportion of the reducing gas 
by combustion, other reducing agent may be added tD satisfy 
the need for the reducing agent in the prereduction of the 
material containing metal oxide. According to one embodiment 
of the invention, carbonaceous material is u$ed as 
reducing agent . The carbonaceous material is fed 
flame chamber, preferably simultaneously with the 
on-promoting gas. The combustion-promoting gas 
upward-moving reducing gases thus producing hot f I 
zones with high combustion potential, preferably in the 
center of the flame chamber. Volatile substance: s in the 
coal can also be burnt. Preferably, the retention time of 
the carbon in the hot flame is not long enough far it to 
burn to any great extent, but only cokify. The material 
containing metal oxide is introduced in the way tt at it is 
brought into contact with the hot flames and meLts. The 
smelt and the coke produced are brought into a rotating 
movement and slung againgst the wall of the flame chamber. 
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The coke particles contribute in building up a reducing zone 
adjacent the wall,, whereby the metal oxide is reduced in 
a mainly molten condition. The gases by the wall of the 
flame chamber do not necessarily have to be in equilibrium 
with. the gases in the centre of the flame chamber. 

When an additional reducing agent consisting,, e.g., of 
carbonaceous material is introduced into the flame chamber, 
it should preferably have a particle size large enough for 
IjO the reducing agent not immediately to burn in the flame, 
but mainly cokify. The carbonaceous medium will then in 
unbumt condition be slung against the wall and there be 
mixed as coke particles in the smelt of metal oxide. The 
presence o± coke particles leads to a high reduction 
3|5 potential in gas bubbles in the smelt and in the gas layer 
upon the smelt/ which results in a layer of a few millimet- 
res of molten, prereduced metal oxide in continuous down- 
ward-flowing movement on the surface of the wall. 

2J0 The flame chamber in the embodiment described above can 
preferably be shaped as a cyclone, where solid and fluid 
particles are separated from the gases. The average retenti- 
on time for the gases inside the flame chamber is a few 
tenths of seconds. Despite the brief retention time, the 
2J5 gases are capable of releasing heat, thus heating the 
particles and causing them to melt, due to the intensive 
turbulence in the cyclone. The turbulence enhances the 
radiation and convection heat transfer to the suspended 
particles. The retention time of the molten metal oxide 
3p and the cokified reducing agent is a few seconds, that' 
being the time the material is retained on the walls. 

For example, a flame chamber with an upper diameter, dl, 
of 2460 mm and a lower diameter, d2, of 1920 mm and, a 
3|5 hight, h, of 1700 mm is fed with 7.5 t/h of ore 
concentrate. The temperature in the flame chamber is 1600° C 
to 1700° C. A molten, prereduced layer is now formed on the 
wall of the flame chamber. The retention time of the gases 
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is about 0.2 seconds. However, the smelt running 
wall is retained for approx. 10 seconds. The 
in the flame chamber is accomplished rapidly 
material containing metal oxide, thanks to the 
rapidly reaches a temperature favourable for the 
The material containing metal oxide has already, 
words, a relatively high temperature on being 
into the prereduction stage. The material is 
but only up to a point which is below the 
where the material turns sticky, this in order 
agglomeration in the fluidized bed. A tempera turje 
600° C and 950° C is usually found suitable 
when the material containing metal oxide is 
into the flame chamber in close contact with the 
or with hot reducing gases, the material will 
heated up to a temperature suitable for prereduction 
the prereduction is carried out very quickly. For 
the reaction Fe 2 0 3 — Fe 2 0 4 « FeO happen^ 
spontaneously at temperatures of over 1200° C - 
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One of the most important advantages with 
according to the invention lies in the improved 
economy. The need for auxiliary energy from the 
for prereduction and smelting is minimized when 
oxides are introduced into the flame chamber 
Also the energy requirement at the final reducticjn 
is minimized by introducing the metal oxides 
and mainly in molten condition into the final 
stage. 



The energy content of the gases produced is utilijzed 
maximum. Firstly, the heat content is optimally 
in the preheating of the ore concentrate in the 
bed, and secondly, the preheating can be carried 
gases which are practically completely combusted, 
art processes with a fluidized bed, the 
preferably carried out by using reducing gases, the 
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gases from the processes still having a considerable energy 
content which it has not been possible to utilize optimally. 

/ 

Prereduction with metal oxide in solid phase, such as it 
is carried out, e.g., in a fluidized bed, would demand a 
higher content of CO in the reducing gases* This would in 
its turn lead to an increased demand .of reducing gases 
from the final reduction stage and consequently an increased 
demand for carbon at the. final reduction. 
1|3 - - • 

Prereduction in a smelt considerably lessens the need for 
reducing agent.. If, on the other hand, the prereduction 
were carried out in a fluidized bed, the need for carbon 
would be considerably greater in order to uphold a suf fl- 
ip cient reduction potential in the gas. By prereduction in 
molten state, at a temperature of 1500* C, the exhaust 
gases from the prereduction will only contain about 5% of 
CO, whilst they would, by prereduction at 800* C in solid 
state, e.g., in a fluidized bed, still contain about 30% 
2p of CO. 

The final reduction to metal of molten FeO naturally demands 
less energy than the final reduction of solid FeO. In the 
final reduction stage, the reduction of FeO takes place 
2p with C via CO, where the C0 2 which is formed, is immediately 
converted into CO, due to the carbon present in the reacti- 
on. Essentially CO is thus obtained from the reaction 
zone. If oxygen or air is supplied to the bath itself , the 
combustion results in CO only. Complete combustion of the 
3p CO produced can however take place above the surface of 
the bath. The combustion above the surface of the bath 
supplies the bath with auxiliary heat energy. The gas 
above the bath can contain up to 60% of C0 2 without that 
having a harmful effect on the final reduction. The gas 
3J5 being formed still contains Co to a sufficient degree for 
covering the reduction potential and the heat requirement 
in the flame chamber. The heat requirement in the fluidized 
bed is, due to the preheating of the ore concentrate, less 
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than than if the ore concentrate were fed non 
Into the prereduction stage. 



■ preheated 



The energy requirement and the coal consumpti 
method according to the invention is substanti 
than that for a method where the prereduction 
out in a fluid bed where the combustion and 
gases are mixed. In SE 419 129 a total coal 
of 700 kg/ton Fe is given, a great proportion of 
added is contained in the exhaust fumes as 
heat. The energy requirement according to the 
is in the area between 400 kg/ton and 500 kg/ ton 
5 to 30% of the total coal requirement can be 
the prereduction stage. 
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A further advantage of the invention is the 
smaller final exhaust volume in the process 
the invention compared to other corresponding p 
due to a decreased coal requirement. As, in addi 
exhaust gases from the circulating bed reactor 
tially completely combusted, the invention contr 
an environmentally safer process. In the method 
to the invention, the problems with cooled, 
explosive gases, e.g., non-combusted gases 
and H 2 , can be avoided ♦ From a purely engineering 
view, simpler constructions are possible. In 
resulting in non-combusted gases, these are norma 
with air in some final stage, which leads to greal 
volumes and, consequently, higher costs, 
combustion with air contributes to increased NO 
in the exhaust gases. 



remarka Die 



The advantageous effect that the fluidized bed 
amounts of dust in the exhaust gases is 
molten drops and particles entrained by the gases 
flame chamber will be captured by the cold ore 
particles and immediately cooled to the reactor 
thus not causing problems when the gases are 
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returned "to the flame (Chamber. Possible coal particles 
flowing out with the exhaust gases are taken care of in 
the same way and returned to the flame chamber ♦ 

In the following , the invention is described in closer 
detail with reference to the attached drawings where : 
Fig . 1 shows schematically an apparatus for carrying out 
the method according to the invention 

Fig- 2 shows an enlargement of the flame, chamber wall 
lp Fig, 3 shows another embodiment of the apparatus and 

Fig* 4 shows still another embodiment of the apparatus. 

The apparatus in figure 1 shows in general outline a flame 
chamber 1, a fluidized bed reactor 2, disposed on top of 
1^ it and connected with a particle separator 3. The flame 
chamber is arranged on. top of a final reduction means r 
e.g», a converter 4L, which through an opening 5 at its 
upper portion is connected with the lower portion of the 
flame chamber. 
20 ' ■ • . • 

Material containing metal oxide, e.g., dressed ore or ore 
concentrate containing iron 6 to be reduced is fed into 
the lower portion of the reactor 2. Simultaneously, hot 
gases at temperatures from approximately 1400° C to 1800° C 
2 5 flow from the flame chamber located below through an opening 
7 into the reactor, fluidizing the ore concentrate fed 
therein. The temperature in the flame chamber, and thus 
also that of the exhaust gases, varies depending on which 
metal oxides are prereduced. Ni-oxides require higher and 
3p Cur-oxides lower temperatures: than those -mentioned above. 
The ore concentrate is heated by the hot gases in the 
reactor 2 tip to a temperature which is under the sticking 
temperature of the material, from approximately 600° C to 
950° C. Even in this case, the temperature depends on which 
metal oxides are being preheated; the Ni-oxides require 
higher and the Cu-oxides lower temperature than the Fe- 
oxides. If the temperature of the incoming reducing gases 
is too high, they can be lowered immediately after or 



WO 89/09290 



P<7r/FI89/00057 



10 



15 



20 



25 



30 



35 



13 



f lane 



b Jt 



before the inlet to the circulating bed reactor, 
recirculating part of the cleaned and cooled exha 
Normally the total quantity of gas from the 
is utilized for heating the ore concentrate, 
temperature of the concentrate tends to become 
the fluidized bed reactor, part of the exhaust c 
the flame chamber can instead be utilized for 
the air, the fuel or the slag former. 
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The ore concentrate must have a particle size 
for preheating and reduction. In most instances, 
with a diameter of < 1 mm have proved to be 
The fluidizing gases transport the ore, concentrate to the 
upper portion of the reactor and via a duct 8 o it of the 
reactor to the particle separator 3. The figure shows a 
particle separator of vertical cyclone separator 
some other separator or separating system suitabl 



I >reheating 



type, but 
& for the 



purpose can also be used. The cleaned exhaust < rases are 
withdrawn from the separator via outlet 9. The separated 
particles are withdrawn from the lower portioi of the 



back to 



directly 
In some 
, but in 



cyclone separator either via a return conduit 1(1 
the fluidized bed reactor 2, or via an inlet condiit 11 to 
the flame chamber. By means of a device 12, the proportion 
of the recirculated material to the material to be 
conducted to the flame chamber, can be regulated, 
cases, no recirculation to the reactor is needed 
order to obtain even arid quick heating of the ore concentra- 
te, the circulating bed is advantageous in most instances 
The massiveness of the circulating bed has a stabilizing 
effect on the heat transfer in the reactor 
interfering with the energy balance itself. The retention 
time for the particles in a circulating bed is prolonged, 
and can easily be regulated, which results ir 
flexible process. 



Reducing agent in particle form, such as coal or 
and combustion-promoting gas, such as air, oxygen- 
air with, e.g., > 17 % oxygen, or oxygen gas 14, 



very 



coke 13, 
enriched 
is mixed 
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into the material in -the conduit 11, In a method in accor- 
dance with the invention, also low grade carbonaceous 
reducing agents such as peat, lignite and coal can be 
used. In certain processes, the reduction potential in the 
reducing gases. from the final reduction stage is sufficient 
for prereducing the iron ore concentrate. In these cases, 
the supply of reducing agent to the flame chamber can be 
omitted. Slag former or fluxing agent can also be supplied 
to the flame chamber or the fluid bed reactor together 
with the ore concentrate or directly via separate inlets. 
Also the coal and the oxygen can be supplied directly to 
the flame chamber through separate inlets. 

Before entering the flame chamber, conduit 11 is divided 
lp into a plurality of sub-conduits 15 numbering, e.g., 2- 
8 , which are arranged in the form of a circle and enter 
the flame chamber via a nozzle 16. If the fluid bed reactor 
is provided with several parallel particle separators, the 
conduit 11 can enter the flame chamber from each individual 
separator via separate nozzles for each respectively. 

In the embodiment that is shown, the nozzles are arranged 
in the form of a circle at the lower portion of the 
flamechamber. The nozzles direct the material supplied 
into the flame chamber obliquely upwards - inwards , 
tangentially to imaginary horizontal circles inside the 
flame chamber, these circles having a diameter which is 
less than the cross section of the flame chamber. 

3) Hot reducing combustible gases such as CO and H 2 from the 
final reduction stage 4 flow via the opening 5 up into 
the flame chamber. The air or the oxygenous gas supplied 
via the nozzles 15 is well mixed with the combustible 
gases efficiently combusting the upwardly moving gases' in 
an oxidizing zone in the centre of the flame chamber, 
thus generating heat for melting the metal oxide containing 
material being supplied. The gas being fed into the flame 
chamber in an obliquely upward^inward and tangential 
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direction and at suitable speed brings about 
effect which sets the material in a rotating motion 
the flame chamber contributing to efficient mixing 
and particles. At the same time, the molten metal 
containing material, as shown in fig. 2, is slung 
against the walls 18 of the flame chamber formifig 
layer *19 of metal oxide smelt. Coke particles 
have not been combusted are mixed with the me 
smelt 19 effecting continuous reduction, wheretjy 
reducing layer of gas 21 develops on the smelt, 
in it, close to the wall. A portion of the 
containing coke follows with the smelt into 
reduction stage. 



cyclonic 
inside 
of gas 
oxide 
outward 
a thin 
20 which 
al oxide 
a thin 
partly 
particles 
the final 



and 



dire< :ted 



Material to be fed into the flame chamber can 
be supplied through openenings in the walls or 
of the flame chamber without using regular nozzles, 
bly in such manner that the material can be 
desired direction. All material, e.g., ore concen 
oxygen, or possibly air, does not have be mixed 
the flame chamber, but it is essential that the 
promoting gas is efficiently mixed with the 
flame chamber, ,and that the material con 
oxide can efficiently absorb heat from the flames 



gases 
itaini rig 



The walls of the flame chamber are preferably of 
type, through the tubes of which water or steak 
The membrane wall cools the layer of metal oxiie 
closest to the wall, which will solidify and fonr 
layer. This solid layer protects the wall against 
The molten metal oxide flows continuously down 
and will, in a molten state and prereduced, flow 
final reduction stage, e.g., a converter 4, 
connected to the flame chamber. 



The reducing gases moving upwardly in the flame chamber 
will burn completely in the oxidizing zone of tie flame 
chamber by means of the oxygen supplied and be conducted 



laturally 
the roof 
pref era- 
in a 
:rate and 
prior to 
coihbustion- 



in the 
metal 



membrane 
flows . 
smelt 
a solid 
wear, 
bhe wall 
cown to a 
which is 
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from -the flame chamber into . the reactor 2 through the 
opening 7. 

In fig. 1, an apparatus provided with means for feeding 
material into the lower portion of the flame chamber is 
shown. In some cases it might be preferable to feed the 
material into the center or upper portion of the flame 
chamber. Even then the nozzles are directed in such a way 
that the reducing gases moving upward are burnt in hot 
l(j> flames in the center of the flame chamber while at the 
same time preserving a reducing layer by the walls of the 
chamber* 

In the embodiment of the invention shown in figure 3, the 
l!r nozzles 16 are arranged in a. circle in the upper portion 
of the flame chamber.. The nozzles direct the material 
obliquely downwards and inwards and tangentially to imagined 
horizontal circles 17 inside the flame chamber, these 
circles having a diameter less than that of the flame 
chamber. The material is brought into a rotating movement, 
which causes molten material to be slung against the walls 
18 of the chamber. The ascending gases and the nozzles can 
be directed such that the smelt is distributed over the 
wall in a desired way. 



The prereduced and at least partly molten metal oxide 
containing material flows down the walls in the flame 
chamber to the final reduction reactor 4, which may be, 
a converter. In the reactor, the completely reduced 
metal forms a smelt bath 27 on the bottom of the converter, 
and a layer of slag 26 on top of the molten metal. 

The final reduction of the prereduced, downward- flowing 
molten material occurs substantially in the slag and the 
layer between the slag and and the smelt whilst forming 
reducing gases. At least two nozzles 24 are disposed in 
the wall of the reactor immediately above the slag layer, 
for injecting oxygen or gas containing oxygen for the 
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The 



horizontal 



combustion of the reducing gases being formed, 
are directed tangentially to an imagined 
with a diameter less than that of the reactor, 
mixture of gases inside the converter will be 
a cyclonic movement* The oxygen-containing gas 
the surface of the slag layer and combust th€ 
gases immediately on their formation upon the 
slag thus transmitting heat to the slag layer 
bath. A gas containing 17% to 100% oxygen is 
used. .A good stirring of the bath by means of, e 
gas contributes to a better transmission of heat 
combustion gases to the bath. The gases being 
the final reduction stage ascend directly into 
chamber flowing against the downward- flow of the 
material. It might be advantageous in certain 
conduct the gases into the flame chamber from 
This can be accomplished such that the combustion 
flame chamber mainly takes place in an oxidi 
the flame chamber, a reducing zone also being 
in the flame chamber. 



.zm j 



nozzles 
circle 
wfiereby the 
into 
will sweep 
reducing 
layer of 
and the 
>ref erably 
g . , inert 
from the 
formed in 
the flame 
grereduced 
cases to 
the side, 
in the 
zone of 



Final reduction agent such as stone coal or 
provided to the converter via inlet 28 into 
smelt or via an inlet into the slag layer or 
slag layer. Oxygen is supplied via the inlet 29, 



Fuel and oxygen-containing gas may be injected 
slag layer or the smelt in order to meet the energy 
ment for the final reduction of non-molten metal 
the converter. 20 % - 60 % of the reducing 
formed can be combusted above the slag layer in a 



supplied 



If additional energy to the smelt is 
electrodes, only 4% to 20 % of the gases formed 
combusted above the slag layer, A higher 
be harmful to the electrodes. 



tempera Lture 



n aintained 



colte can be 
1 :he metal 
ibove the 



into the 
require- 
Dxides in 
being 



gases 



c inverter. 



by 
can' be 
may 
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Plasma-heated oxygen gas or regeneratively or 
recuperatively heated oxygen gas and/or air may be used 
to combust gases forming above the slag layer. Heat can 
be transmitted to the smelt itself via a luminous arc in 
a plasma-heated gas. 

Part of the gases being formed may be taken out from the 
final reduction stage for recuperative or regenerative 
preheating. 



Fig. 4 shows a means for a somewhat different embodiment 
of the invention. The flame chamber 1 has in this case a 
tapering lower end 34, to which the inlet conduit 11 for 
the preheated material containing metal oxide is connected. 
1^ The object in this case is to both smelt and prereduce the 
preheated material by means of the hot reducing gases from 
the final reduction stage, substantially without any 
combustion of the hot gases or any addition of extra 
reducing agent. Hereby a very good contact between the 
2<J preheated material and the hot reducing gases from the 
final reduction stage 4 should be arranged in the flame 
chamber. In the embodiment shown in the figure , the lower 
portion of the flame chamber is tapered in order to ensure 
effective mixing. The temperature in the lower portion may 
2^ rise up to 100Q °C - 1700° C r whereby the smelting and 
reduction is accomplished rapidly. 

The reactions according to this method can be produced 
without practically any combustion-promoting gas, whereby 
34 a greater proportion of the reducing gases formed in the 
final reduction can be burnt in the converter in connection 
with their formation than were the case if the reducing 
gases were needed in a combustion process inside the flame 
chamber. Combustion of the gases in the converter 1 is 
3!> economically more advantageous than a combustion taking 
place in the flame chamber. 
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The rotating movement of the material in the flamo 
which is needed for the molten material to be 
against the walls and not be led up to the fluid 
2, is brought about through feeding exhaust 
conduit 33 from the fluid bed reactor into 
chamber. The exhaust gases are conducted from the 
separator 3 partly out of the process via a heat 
30 and partly up to the upper portion of the 
via a conduit 33 forming a vortex in the 
flame chamber. The rotating movement can also be 
by other means, such as feeding in gas from a 
close to the flame chamber. The gas can be 
flame chamber thus increasing the heat content 
flame chamber. 



flane 



materi il 



bun it 



chamber , 
slung out 
reactor 
via a 
he flame 
particle 
exchanger 
chamber 
in the 
produced 
gasif ier 
in the 
ihside the 
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The invention is not limited to the embodiments 
above, but may vary within the scope of the attached 



described 



claims . 
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What is claimed is: 

1 • A method for preheating and prereducing material 
containing metal oxide, such as dressed ore or ore 
concentrate, in order to produce a prereduced product 
suitable for final reduction, wherein the inaterial 
containing metal oxide 

- is supplied to a flame chamber disposed above the final 
reduction stage, 

- is at least partially smelted and prereduced in the 
flame chamber, 

- is brought into a rotating movement, and 

- is conducted downward to the final reduction stage 
characterized in that 

a) the material containing metal oxide is fed, prior to 
feeding it into the flame chamber, into a reactor provided 
with a fluidized bed and connected to the flame chamber, 
and heated therein, 

- hot exhaust gases from the flame chamber being fed into 
the lower portion of the reactor for f luidizing and pre- 
heating of the material in the reactor, 

- the preheated material containing metal oxide being 
separated from the exhaust gases emerging from the reactor, 
and 

- the separated material containing metal oxide being 
partly recirculated to the reactor and partly fed into 
the flame chamber, and that 

b) the preheated metal oxide-containing material is, at 
least partially,, smelted and/or prereduced by utilizing 
the hot reducing gases from the final reduction stage. 

2. The method according to claim 1 characterized in that 
combustion-promoting gas is fed into the flame chamber. ' 



3. The method according to claim 2 characterized in that 
the combustion- promoting gas is air. 
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4. The method according to claim 2 character i zed 
the combustion-promoting gas is oxygen gas. 

5. The method according to claim 2 characterized 
the combustion-promoting gas is fed into the flame 
for combustion of ascending, hot reducing gases 
final reduction stage for the smelting of the 
containing metal oxide. 



in that 
chamber 
from the 
material 



6. The method according to claim 2 characterized in that 
carbonaceous material is fed into the flame chamber 



7. The method according to claim 2 characterized 
the carbonaceous material and the combustion- 
gas are fed into the flame chamber, whereby a hot 
formed inside the flame chamber with a high 
combustion, or alternatively, hot flames and a 
zone close to the walls of the flame chamber. 



fed 



8. The method according to claim 7 characterized 
the preheated material containing metal oxide is 
the zone with a high degree of combustion in th^ 
chamber and is at least partially smelted therein. 



9. The method according to claim 8 characterized 
the carbonaceous material and the combustion-] 
material are fed in such a manner that 

- a hot oxidizing zone for smelting the material 
metal oxide and at least partial cokifying of 
bonaceous material is formed, and 

- that the molten material containing metal oxide 
cokified carbonaceous material are slung outwardly 
the walls of the flame chamber where a reducing 
formed for the reduction of the molten material 
metal oxide. 
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in that 
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10. The method according to claim 1 characterized in that 
the preheated material containing metal oxide is supplied 
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"to the lower portion of the flame chamber close to the 
feeding point of the hot reducing gases from the final 
reduction stage in such a way that a good contact is brought 
about between the reducing gases and the material containing 
metal oxide - 

11. The method according to claim 1 characterized in that 
gas is supplied into the flame chamber to bring the metal 
oxide-containing material fed into the flame chamber into 
a rotating movement such that the molten metal oxide- 
containing material is slung outwardly against the walls 
of the flame chamber. 

12. The method according to claim 11 characterized in 
that exhaust gases from the fluldized bed reactor are 
recirculated to the flame chamber in order to bring about 
the rotating movement of the material. 

13 . The method according to claim 11 characterized in 
that carbonaceous material is gasified close to the flame 
chamber in order to bring about the rotating movement of 
the material in the flame chamber. 

14. The method according to claim 1 characterized in that 
the material containing metal oxide in the flame chamber 
is mainly reduced by means of reducing gases from the 
final reduction stage. . 

15. The method according to claim 1 characterized in that 
a reducing agent is supplied to the flame chamber for the 
reduction of the metal oxide-containing material. 

16. The method according to claim 1 char act eri zed in that 
the material containing metal oxide is preheated in the 
fluidized bed reactor up to a temperature which does not 
exceed the sticking temperature of the material , preferably 
600° C to 950° C. 
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17. The method according to claim 1 characterized 



the material containing metal oxide is heated in l|he 
chamber up to temperature where the material i 
molten, preferably up to 1400° C - 18O0°C. 



18. The method according to claim 1 characterized 



the 



the material being vaporized and smelt in the flame 
and possibly entrained by the exhaust gases from 
chamber into the fluidized bed reactor is caused to 
and solidify on, or is in some other way captured 
cooler particles in the fluidized bed. 



in that 
chamber 
flame 
condense 
by. 



19. The method . according to claim 1 char act eri zed 



a molten metal product is produced of material 
metal oxide in three successive process steps: 

a) preheating of the material containing metal ox 
first process step, 

b ) prereducing and at least partial smelting of 
heated material in a second process step, 

c) final reduction of the prereduced material in 
process step, 

the energy content of the gases formed in the 
third process steps being utilized in the same 
immediately preceding process step in order to 
the energy requirement for the production of the 
metal product* 



20. The method according to claim 1 characterized 
the prereduced and at least partially molten 
containing metal oxide is completely reduced in a 
with a bath of molten metal and a layer of slag 
thereon, and that the gases formed in the final 
are partially burnt by means of a combustion- 
gas which is brought to sweep over the surface 
slag layer. 
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21. An apparatus for preheating and prereducing material 
containing metal oxide such as ore concentrate or dressed 
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ore, in order to produce a prereduced product: suitable 
for final reduction, including 

- a flame chamber whose outlet for molten and prereduced 
material located in the lower portion of the flame chamber 
is (directly) connected to a final reduction stage, 

- means for supplying preheated metal oxide-containing 
material into the flame chamber, and 

- means for bringing the metal oxide-containing material 
into a rotatating movement inside the flame chamber 

characterized in that the apparatus comprises 

a) a fluidized bed reactor (2) connected to the upper 
portion of the flame chamber (1) for preheating the material 
containing metal oxide prior to being fed into the flame 
chamber, 

- the reactor (2) having an inlet (7) for hot exhaust 
gases from the flame chamber ( 1 ) in its lower portion and 
being at its upper portion connected to a particle separator 
(3) for separating the preheated material from the gases 
emerging from the reactor, and 

- the particle separator (3) being connected to the 
lower portion of the reactor via a return conduit (10) 
and to the flame chamber via an inlet conduit (11), and 
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b) an inlet for hot reducing gases from the final reducti- 
on stage (4) connected to the lower portion (34) of the 
flame . chamber ( 1 ) . 
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